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How much "normal wool" in a xooo-pound lot which
gave the above test ?
512 : 487.2 : 1000 : oc
x =951.5 pounds ''normal wool."
Below are recorded the results of tests made on various
lots of worsted tops in the' Philadelphia district. The
average for this territory appears to be about 13%, but
whether 13 or 15 or the European standard of 18}%
be chosen as the American standard is quite immaterial
as the price of worsted tops or of any other textile ma-
terial is regulated in all cases by the amount of "bone
dry" material which the seller knows or estimates the
lot to contain.
Results of the Tests.
Per cent.
Low grade top......................................15.8
High grade top combed in oil.........................13.8
Medium grade top combed dry.......................13.5
Top combed in oil..................................12.8
Top combed in oil...................................12.0
Top combed in oil..................................11.3
Tops direct from comber............................  9.2
DETERMINATION OF MINERAL MATTER IN TEXTILES
The term mineral matter as thus used means the ash
which remains on igniting a weighed sample of the fabric
until all the organic matter is completely volatilized. It will
be readily seen that the volatile inorganic salts such as
ammonium chloride will not be found in the crucible. For
the determination a 5 gram sample should be cut up in
small pieces and placed in a weighed porcelain crucible.
Heat with a good Bunsen flame until all the black, car-
bonaceous matter disappears. After allowing to cool in a